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Permanent Painting

action on the pigment, brown madder soon loses its
brilliancy and is destroyed. It may be regarded as a
fairly permanent color, but can be replaced in several
ways, and is therefore not to be recommended.

All the qualities of this pigment are described tinder
the head of alizarin or madder lake. When mixed
with a metallic color like lead, zinc or iron it is not
permanent. When used alone and made of madder
lake and lamp black it is permanent.
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BROWN LAKE

This may be any red or maroon lake of an organic
nature either calcined the same as burnt carmine or
saddened by the admixture of an iron compound.
When made in the latter manner it is permanent for
two or three years. When made in the former manner
it is very fugitive.

Brown lake made by mixing madder lake and burnt
amber is permanent and dries very well. Some paint-
ers make a perfect brown by mixing lamp black, cad-
mium and madder lake. This mixture is permanent,
but has the disadvantage of drying very slowly.



BROWN OCHRE

Brown ochre is similar in composition to all the
other ochres, being a form of clay tinted naturally with
iron ores or the hydrated oxide of iron. It is known
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